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POROUS STRUCTURES AND METHODS AND APPARATUS FOR 



FORMING POROUS STRUCTURES 



Background of the Invention 



10 



15 



20 



Inorganic filters have a number of advantages over other types of filters, such as 
polymeric filters. Since inorganic materials such as metals are generally more heat and 
chemical resistant than organic materials such as polymers, inorganic filter media can be 
used in applications v^here polymeric filter media cannot be used. For example, a metal 
filter can be used to separate fine catalytic particles from a hot gaseous stream or separate 
contaminants from a hot stream of polymeric liquid. On the other hand, many polymer- 
based filter media will degrade from the heat of such hot fluid streams. In addition, 
inorganic filters can be more cost effective than polymeric filters. For example, 
inorganic filters can be reused in applications where polymeric filters cannot. A metallic 
filter medium can be sterilized and reused after filtering fluids, such as biological fluids. 
In contrast, many polymeric filters caimot be sterilized for reuse, because most polymers 
are not suitable for high temperature sterilization. Lastly, inorganic filters can be used to 
filter high pressure fluid streams. Inorganic filters generally have greater structural 
stability than polymeric filters. 

Inorganic filter media, especially metallic filter media, have frequently been used 
as "point of use filters". Such filters can be used to filter process fluids, e.g., fluids such 
as etchants used to process articles) and are typically used upstream of the processed 
article. In semiconductor manufacturing processes, highly pure fluids such as silane are 
used. If these process fluids are not highly pure at the point of use, contaminants in the 
process fluids can deposit onto a semiconductor or semiconductor precursor and damage it 
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(e.g., by causing a defective circuit). Damaged semiconductors are typically reworked or 
discarded as scrap. 

Organic filter media have been described as effective for removing particulate 
contaminants from process fluids. However, organic filter media can unfavorably exhibit 
5 particle shedding, organic desorption (e.g., outgassing or leaching of extractables), 

clogging, thermal degradation and chemical degradation. Point of use filters incorporating 
some metallic filter media have alleviated some of these problems. However, 
conventional metallic filter media also have disadvantages including poor contaminant 
retention properties, low voids volumes, low ductility, and/or a high pressure drop. 

10 Further, some conventional methods of manufacturing inorganic filter media are difficult, 
inconvenient, and expensive. 

Air laying is one conventional process of forming a porous metallic filter medium. 
In this process, metallic powder falls under the influence of gravity into a mold. If the 
desired filter medium and the corresponding molding apparatus are large, the powder must 

15 be dispensed from high above the mold. Once in the mold, the powder is "fluffed up" and 
then compressed. The compressed powder is then sintered together to form a metal filter 
medium. 

Conventional air-laying processes have a number of disadvantages. First, 
conventional air-laying processes are likely to be incapable of producing a uniformly 
2 0 porous medium, especial a uniformly porous non-planar filter medium. For example, a 
seamless filter mediimi with horizontal and vertical portions could be formed from a mold 
having corresponding horizontal and vertical surfaces. While air-laid metallic powder 
might be able to deposit uniformly on the horizontal surface of the mold, the air-laid 
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metallic powder would not be able to deposit uniforaily on the vertical surface of the 
mold. Gravity would direct or shift the powder away from the vertical surface and 
towards the horizontal surface, before the molding process can be initiated. This particle 
shifting would prevent the formation of a seanriless filter medium having a horizontal and a 
5 vertical surface. Even if metallic powder could be deposited in a mold with a nonplanar 
surface, the resulting filter medium would likely have a non-uniform structure. Gravity 
would direct or shift the air-laid metallic powder from higher portions of the mold towards 
lower portions of the mold, thereby resulting in a filter medium having some portions 
thicker than others. Accordingly, forming a high quality, non-planar, porous metallic 
10 filter medium with a conventional air-laying process would be extremely difficult, if not 
impossible. Third, conventional air-laying processes are inconvenient. For example, if a 
large filter medium is desired, then the metallic powder must be deposited from high 
above a mold. The increased height would require a larger manufacturing facility and 
consequently higher maintenance costs. 

15 

Summary of the Invention 
In accordance with one aspect of the invention, a method of forming a porous 
medium comprises applying pressure to a first portion of a medium precursor including 
inorganic particles, separately applying pressure to a second portion of the medium 
20 precursor, and sinter bonding the inorganic particles together. 

In accordance with another aspect of the invention, a porous medium comprises a 
first portion have a first axial dimension and a second portion having a second axial 
dimension. The second axial is greater than the first axial dimension and the first and 
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second portions each have a predetermined porosity. 

In accordance with another aspect of the invention, a porous medium comprises a 
porous sintered inorganic body portion having a first end and a porous sintered inorganic 
end portion closing the end of the body portion, the porous body portion and the porous 
5 end portion comprising a unitary structure. 

In accordance with another aspect of the invention, a porous element comprises a 
porous medium of sintered inorganic particles and a porous substrate. At least a portion 
of the sintered inorganic particles are disposed within pores of the porous substrate, 
mechanically interlocking the porous medium and the porous substrate. 
10 In accordance with another aspect of the invention, a process for making a porous 

element comprises contacting a porous substrate with a slurry including a liquid medium 
and inorganic particles and sintering the inorganic particles together within pores of the 
porous substrate to mechanically interlock the sintered inorganic particles to the porous 
substrate. 

15 In accordance with another aspect of the invention, a porous medium comprises a 

porous sintered inorganic structure derived fi"om a pressed mixture including a liquid 
medium and a plurality of inorganic particles having a nominal first size. 

In accordance with another aspect of the invention, a method comprises applying 
pressure to a slurry including a liquid medium and inorganic particles and separating a 
20 least some of the liquid medium from the slurry in response to the pressure. 

In accordance with another aspect of the invention, a porous medium comprises a 
mass of sintered inorganic particles having a porosity of greater than about 50%. 
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In acxordance with another aspect of the invention, a method comprises a mixture 
including a least a liquid medium, a plurality of inorganic particles having a nominal first 
size and a plurality of inorganic particles having a nominal size, the first size being less 
than the second size, and sinter bonding the plurality of inorganic particles having a 
5 nominal first size and a plurality of inorganic particles having a nominal second size 
together. 

In accordance with another aspect of the invention, a porous medium comprises a 
first plurality of inorganic regions having a first nominal size, a second plurality of 
inorganic regions having a second nominal size, wherein the first nominal size is less than 

10 the second non^ial size and the plurality of inorganic regions interspersed between the 
second plurality of inorganic regions. The porous medium further comprises a plurality of 
bonds interposed between the first plurality of inorganic regions and the second plurality 
of inorganic regions. 

In accordance with another aspect of the invention, a mold apparatus comprises a 

15 mold cavity arranged to contain a slurry and at least first and second dies. The first die is 
arranged to press a first portion of the slurry in the mold cavity and the second die is 
arranged to separately press a second portion of the slurry in the mold cavity. 

These and other embodiments of the invention provide for a number of advantages. 
First, unlike conventional porous inorganic filter media, the porous inorganic filter media 

2 0 according to various embodiments of the invention exhibit improved particulate retention 
and higher voids volumes. For example, a small, highly porous, filter medium 
embodying the invention can permit the same amount of fluid flow as a larger filter 
medium having a low porosity, while having substantially the same particulate retention 
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properties as the larger filter medium. A smaUer filter medium uses less inorganic 
material than a larger filter medium, and can be used with a smaller housing which can 
also have less inorganic material. The use of less inorganic material in the filter medium 
and the housing reduces the likelihood that the inorganic filter medium will exhibit particle 
5 shedding or outgassing. Second, unlike conventional air-laying methods, methods 

according to various embodiments of the invention can produce inorganic filter media with 
high voids volumes and/or improved particulate retention properties without the 
difficulties of air-laying inorganic powders. Further, methods according to various 
embodiments of the invention can produce a high-quality filter medium having any desired 
10 shape. 

Brief Description of the Drawings 
Figure 1(a) is a schematic illustration of an embodiment of a process of the 
invention. 

15 Figure 1(b) is a top view of a hat-shaped filter medium. 

Figure 2 shows an example of a mold apparams. 

Detailed Description 
One embodiment of the invention is directed to a process for making an inorganic 
filter medium, and in particular, a porous metallic filter medium. In one exemplary 
20 process, a slurry is formed. The slurry can include a liquid medium, inorganic particles, 
and an optional binder. In some embodiments, the inorganic particles include a plurality 
of inorganic particles having a nominal first size and a plurality of inorganic particles 
having a nominal second size, where the first size is less than the second size. Once 
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formed, the slurry can be processed in any suitable manner. Preferably, at least some of 
the liquid medium can be separated from the slurry before, during or after die slurry is 
processed, thus forming a green strucmre. Later, the inorganic particles in die green 
structure or slurry can bond togeflier to form a porous morganic filter medium. For 
5 example, die green structure can be sintered in a furnace. The sintering can induce 
bonding between adjacent inorganic particles and can vaporize the liquid medium and/or 
binder in the green structure or slurry. 

The slurry can include inorganic particles including any suitable metal-based 
material, ceramic material, or combination thereof which are sinterable. Examples of 
10 metallic materials include metal-based compounds such as pure metals, metal alloys, 
dispersion strengthened metals, and combinations tiiereof. Specific, non-limiting 
examples of metallic materials include nickel, chromium, copper, tungsten, zinc, gold, 
silver, platinum, nickel alloys, Iconel, Monel, Hastelloy, stainless steel, and combinations 
and/or oxides diereof. Of diese materials, nickel and stainless steel based materials are 
15 preferred. In particular, nickel and stainless steel-based panicles are highly resistant to 
corrosion and exhibit high strengdi. Exemplary ceramic materials include borides, oxides, 
and nitrides, such as BN, SiN, alumina, titania, etc. Further, any suitable combination of 
ceramic and/or metallic particles may be used. The particles may be made in any manner, 
including water or gas atomized metal powders, shattered metals, drawn or cast fibers, 
2 0 sol-gel process ceramic powders, or flame sprayed powders. 

The inorganic particles used to form the porous inorganic filter medium can be in 
any suitable form, including for example, powder or fiber. The inorganic particles can 
include non-uniformly shaped particles including dendritic, acicular, irregular or 
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fragmented particles. Alternatively, the inorganic panicles can include uniformly shaped 
particles, such as spherical particles. Preferably, however, the inorganic particles have a 
shape which exhibits a high surface area. For example, micron-sized dendritic inorganic 
particles can exhibit a high surface area. Whether or not dendritic particles are used, the 
5 inorganic particles may have a surface area in the range from about 0.01 m'/g to about 10 
m^/g and preferably have a surface area greater than about 0.25 mVg. More preferably, 
the inorganic particles have a surface area between about 0.3 m^/g or less to about 3.0 
m'/g or more. Suitable inorganic particles which can be used to form a porous inorganic 
filter medium include INCO '255 and INCO '210 nickel-based particles available from 
10 Inco, Inc. INCO '255 particles have a nominal size of about 2.5 microns and a BET 
surface area of about 0.62 mVg. INCO '210 particles have a nominal size of about 0.7 
microns and a BET surface area of about 2.0 mVg. 

Using inorganic particles with a high surface area can provide for a number of 
advantages. First, lower smtering temperatures can be used when sintering inorganic 
15 particles having a high surface area together. For example, high surface area dendritic 
particles typically have a plurality of appendages or tree branch-like strucmres. Because 
of these appendages, a mass of dendritic particles can have more points of contact and 
therefore more potential bonds between adjacent particles than a mass of relatively low 
surface area particles (e.g., spherical particles). As a result of this increased number of 
2 0 bonds, a mass of low-temperature sintered, high surface area, dendritic inorganic particles 
can have substantially the same strtictural stability as a mass of high-temperamre sintered, 
low surface area, inorganic particles. 
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Advantageously, lower sintering temperatures can result in lower production costs. 
Low temperature sintering processes consume less energy than high temperature sintering 
processes and can be performed in less expensive sintering apparatuses. For example, a 
porous inorganic filter medium can be formed by sintering high surface area inorganic 
5 particles together at relatively low temperamres in a relatively low-cost, stainless steel 
sintering apparatus. On the other hand, a porous inorganic filter medium formed by 
sintering low surface area inorganic particulates together may require the use of a 
relatively high-cost, high-temperature ceramic sintering apparams. Also, an inorganic 
filter medium made from high surface area inorganic particles can have improved 
10 particulate retention properties. For example, the paths through the pores in a filter 
medium formed from sintered, high surface area, inorganic particulates such as dendritic 
particulates can be highly tormous and winding. These tormous and winding pore paths in 
the filter medium can form traps, trapping or sieving any particulate contaminants which 
might otherwise pass therethrough. The tree branch-like appendages of dendritic 
15 inorganic particles may not only define irregularly shaped pores in the porous inorganic 
filter medium to be formed, but may also extend into the pores without contacting an 
appendage of an adjacent dendritic inorganic particle. The appendages which extend into 
the pores can obstruct contaminants which may otherwise pass through pores not having 
any appendages therein. 

20 The inorganic particles can also have any size suitable for forming an inorganic 

filter medium. Smaller size inorganic particles yield a porous medium that has enhanced 
retention characteristics but may also have higher differential pressures. For example, die 
inorganic particles can have a nominal size between about 0.05 micron to about 200 
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microns, or between about 1 to about 40 microns. The inorganic particles used to form the 
filter medium may have only a single nominal particles size or may comprise a mixmre 
(e.g., a generally or substantially uniform mixture) of nominal particle sized, such as a 
mixture of a plurality of inorganic particles having a nominal first size and a plurality of 
5 inorganic particles having a nominal second size, where the first size is less than the 
second size. For many embodiments, a significant portion of the filter medium, such as 
the entire filter medium, includes a generally or substantially uniform mixture of inorganic 
particles having at least two different nominal sizes. Put another way, the inorganic 
particles having at least two different nominal sizes may be substantially uniformly 

10 distributed amongst each other in the filter medium, preferably throughout the filter 
medium. Of course, the inorganic particles used to form the porous inorganic filter 
medium can include three, four, five, etc. groups of inorganic particles having different 
nominal sizes. Regardless of the specific number of different groups of particles used, the 
different groups of particles are preferably mixed together. When the inorganic particles 

15 having at least two different nominal sizes are mixed and then sintered together, distinct 
inorganic regions and bonding regions can form in the resultmg filter medium. For 
example, plural inorganic particles having first and second nominal sizes can be mixed, 
and then sintered. The resulting porous inorganic filter medium can have a plurality of 
first and second inorganic regions (respectively corresponding to the plural inorganic 
2 0 particles having first and second nominal sizes), and a plurality of sinter-bonds 

interspersed between the plurality of first and second inorganic regions. The first and 
second plurality of inorganic regions can be distinct fi-om the plurality of sinter-bonds 
which can result fi-om solid or liquid state diffusion between the portions of contacting 
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inorganic particles. 

The plurality of inorganic particles having a nominal first size and the plurality of 
inorganic particles having a nominal second size can be used in any suitable proportion 
and can have a variety of characteristics. The slurry can include (e.g., based on the total 
5 weight of the slurry or the total weight of the inorganic particles in the slurry) from about 
2-98 wt.%, preferably about 30-50 wt. %, e.g., 40 wt.%, inorganic particles having a 
nominal first size, and from about 2-98 wt. %, preferably about 50-70 wt. %, e.g., 60 
wt. %, inorganic particles having a nominal second size, where the nominal first size is 
preferably less than the nominal second size. For example, the inorganic particles having 
10 a nominal first size can be from about 0.001 micron to about 0.99 microns, while the 

inorganic particles having a nominal second size can be from about 0.5 micron to about 45 
microns. For example, the first size may be about 0.7 micron, whUe the second size can 
be about 2.5 microns. In a preferred embodiment, the plurality of inorganic particles 
having a nominal first size and/or the plurality of inorganic particles having a nominal 
15 second size include high surface area inorganic particles. In many embodiments the 
largest nominal particle size is preferably no greater than about 10 times the smallest 
nominal particle size, more preferably no greater than about 6 times, even more preferably 
no greater than about 4 or 2 times the smallest nominal particle size. The plurality of 
inorganic particles having a nominal first size (e.g., 0.7 micron) can have a BET surface 
2 0 area of about 2.0 mVg and the inorganic particles having a nominal second size (e.g., 2.5 
micron) can have a BET surface area of about 0.62 mVg. Furthermore, the plurality of 
inorganic particles having a nominal first size and a plurality of inorganic particles having 
a nominal second size may be made of the same or different material. For example, the 
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inorganic particles having a nominal first size can include an inorganic material having a 
low melting point such as nickel, while the inorganic particles having a nominal second 
size can include an inorganic high mehing point material (e.g., stainless steel). 

Porous inorganic filter media derived from inorganic particles having at least two 
5 different nominal sizes, or having plural first and second inorganic regions having 
different nominal sizes can provide for a number of advantages. For example, a porous 
inorganic filter medium made from inorganic particles having at least two different 
nominal sizes can have increased ductility and/or exhibit a reduced pressure differential. 
A porous inorganic filter medium with increased ductility is less likely to break or crack 
10 when subjected to pressure. Moreover, porous inorganic filter media made from particles 
having at least two different nominal sizes can result in a porous inorganic filter medium 
having an increased surface area and thus improved particulate retention properties. For 
example, if an inorganic filter medium is made from a plurality of inorganic particles 
having a small size (e.g., 0.7 microns) and a plurality of inorganic particles having a 
15 larger size (e.g. , 2.5 microns), the larger size inorganic particles can define large pores m 
the filter medium. The smaller size particles, which can be bonded to one another, and 
the larger size inorganic particles, can occupy the space defined between the larger 
particles thereby forming even smaller pores and more tortuous pore paths than the larger 
particles alone would form. As a result, a fluid such as a gas can flow through the smaller 
2 0 pores which are provided by the larger and smaller particles and the more tortuous pore 
paths. However, particulate contaminants, which may have passed through the larger 
pores, can be retained by the smaller pores disposed between the larger and smaller 
particles. Preferably, die plurality of inorganic particles having a nommal first size and 
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the plurality of inorganic particles having a nominal second size include high surface area 
inorganic particles such as dendritic particles. As explained above, high surface area 
inorganic particles such as dendritic particles can increase the internal surface area and the 
particulate retention properties of a resulting porous inorganic filter medium. 
5 The slurry can include any suitable binder. Preferably, the binder can stabilize or 

bind the inorganic particles in the slurry so that the inorganic particles do not substantially 
settle in the slurry. For example, for many slurries 3-8 grams of binder per liter of liquid 
medium may be sufficient. The binder can include any suitable synthetic or namral 
polymer. Exemplary binders include carboxymethylcellulose, carboxyethylcellulose, guar 
10 gum, alginates, methylcellulose, and locust bean gum. Particularly preferred binders 
include polyacrylic acids, such as Carbopol 941 and 934 (available fi-om B.F. Goodrich 
Chemicals Company under the trade name Carbopol). Advantageously, the binder in the 
slurry can help reduce the likelihood of any unintended shifting of inorganic particles in 
the slurry, thereby decreasing the likelihood that the resulting inorganic filter medium will 
15 have a non-uniform pore structure. 

The slurry can also include any suitable liquid medium. Preferably, the liquid 
medium has a lower viscosity than the binder, and together with the binder imparts a 
predetermined viscosity to the slurry. The viscosity of the slurry may be determined 
empirically such that the viscosity is low enough that the liquid medium separates 
2 0 sufficiently from the slurry when the slurry is pressed and the viscosity is high enough that 
particles remain uniformly suspended in the slurry until the slurry is pressed. The 
viscosity of the slurry can be adjusted by the addition of more or less liquid medium 
and/or binder, and can depend upon such factors as the size of the particles and the 
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technique used to process the slurry. For example, a slurry which is to be coated can have 
a different viscosity than a slurry which is to be pressed in a mold or extruded. Examples 
of suitable liquid media include semisolid materials such as waxes and less viscous 
materials such as methanol, isopropyl alcohol, water or any combination of these 
5 substances. In one embodiment, the liquid medium can have a high surface tension (e.g., 
water). However, if a high surface tension liquid medium is used in the slurry, the liquid 
medium is preferably removed from the slurry or the green structure slowly to reduce the 
likelihood of cracking the subsequently formed green structure. For example, if the slurry 
includes water as a liquid medium, the slurry can be dried, e.g., by placing the slurry in a 
1 0 low temperature oven for a period of time to remove the water from the slurry and form a 
green structure. 

Preferably, the liquid medium has a low surface tension. For example, the liquid 
medium can include a liquid having a surface tension less than water, or a surface tension 
less than about 72.4 dynes per centimeter. Non-limiting examples of liquid media having 

15 a surface tension less than about 72.4 dynes per centimeter include methanol, ethanol, 

hexane, benzene, and low surface tension aqueous solutions. Advantageously, the use of a 
low surface tension liquid medium in the slurry can reduce the likelihood of potential 
cracking that may occur if the liquid medium is removed from the slurry (e.g., to form a 
green structure). For example, some or substantially all of the liquid medium can be 

20 removed from the slurry by compressing the slurry. The low surface tension liquid 

medium can separate cleanly from the compressed slurry without substantially disrupting 
the contact between adjacent inorganic particles. Low surface tension liquids typically 
flow more easily than high surface tension liquids, because they do not have a tendency to 
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pull upon themselves. The tendency of a high surface tension liquid medium to pull upon 
itself can potentially cause a subsequently formed green structure to crack if the high 
surface tension liquid medium is removed from the slurry or the green structure too 
quickly. 

5 In a particularly preferred embodiment of the invention, the slurry can include a 

spacing agent. Spacing agents can help form pores in the green strucmre or final product 
and can reduce the likelihood that the inorganic particles may collapse durmg subsequent 
processmg (e.g., during the removal of the liquid medium or sintering). Exemplary 
spacing agents include oxamide. methylcellulose, ammonium salts of carbonic acid or 

10 other weak organic acids, such as formic, acetic, or oxalic acids, and salts such as calcium 
chloride. Spacing agents in the slurry and/or the later formed green strucmre can be 
removed from the green strucmre before, after, and/or during the sintering of the green 
strucmre. Removal of the spacing agent can occur in any number of ways including 
decomposing the spacing agent by combustion, sublimation or leaching (e.g., chemical or 

15 physical leaching). 

The use of spacing agents in embodiments of the invention can result in a porous 
inorganic filter medium having improved strength and/or a greater voids volume. For 
example, when spacing agents are incorporated into the slurry, the slurry and subsequently 
formed green strucmre can be compressed without significantly decreasing the voids 
2 0 volume of the resulting inorganic filter medium. Compressing the slurry can favorably 
increase the contact points and potential bonds between adjacent inorganic particles 
without inadvertently collapsing the internal pore strucmre of the resulting porous 
inorganic filter medium. If the internal pore strucmre collapses during processing, the 
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resulting porous inorganic filter medium may have a reduced voids volume. When the 
spacing agents are removed from a compressed green structure or slurry, pores can be left 
in their place. By using spacing agents in the slurry, a voids volume or porosity of greater 
than about 50%, preferably greater than about 70% or about 75%, and more preferably 
5 greater than about 80% or about 90% can be achieved. Most preferably, the voids 
volume or porosity is in the range from about 60% to about 80%, e.g., about 70%. 

In an illustrative example, a highly porous inorganic medium can be formed with 
spacmg agents. A slurry including inorganic particles, a binder, a liquid medium and a 
spacing agent, can be agitated to uniformly disperse the slurry components. The slurry 
10 can then be processed (e.g. , by coating, extruding, or molding) and may dien be 

compressed. Compressing the slurry forces the inorganic particles in the slurry together 
and separates some of the liquid medium from the slurry. After a portion of the liquid 
medium is removed from the slurry, a green structure is formed. The green structure can 
be heated to a suitable temperature range to decompose the spacing agent into, e.g., a gas. 
15 The gas then separates from the green structure leaving pores where the spacing agents 
were before they were decomposed. A highly porous green structure is subsequently 
produced, and can be sintered to produce a highly porous inorganic filter medium. 

Alternatively, instead of removing the spacing agent in a separate process, the 
spacing agent can be removed during or after the sintering process. For example, a green 
20 structure having spacing agents and inorganic particles can be placed in a sintering 

fiimace. The green structure can then be heated to decompose the spacing agents while 
sintering the inorganic particles together. The spacing agent in the slurry and/or the green 
structure can help maintain constant spacing between the inorganic particles when 
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compressing, heating and/or sintering the slurry or green structure. Consequently, the 
likelihood that the inorganic particles niay collapse when compressing and/or sintering a 
porous inorganic filter medium precursor (e.g., a slurry or green structure) is reduced, 
thereby resulting in highly porous inorganic filter medium. 
5 The slurry can optionally include additives. Additives can include one or more of 

sinter aids, viscosity reducing agents, viscosity increasing agents, fillers, lubricants, 
surfactants, etc. For example a surfactant available under the trade designation Triton X 
may be used. 

The slurry can be agitated or mixed in any suitable manner and with any suitable 
10 apparams. For example, the slurry can be mixed in a blender, or by a stirrer or a shaker. 
Preferably, the slurry can be agitated or mixed so that the inorganic particles in the slurry 
are uniformly dispersed. By doing so, the inorganic particles in the slurry, green structure 
or a subsequently formed porous inorganic filter medium will also be substantially 
uniformly distributed throughout the green strucmre of filter medium. The uniform 
15 distribution of inorganic particles in a filter medium also provides for a substantially 
uniform distribution of pores (i.e., uniform porosity) to the filter medium. 

The slurry can be processed in any suitable manner. Exemplary shaping methods 
include pressing, coating, molding, and extrusion. Exemplary pressing methods include 
cold pressing, hot pressmg, and isostatic pressing. Pressing the slurry can be 
2 0 advantageous. For example, pressing the slurry prior to sintering can compact the 

inorganic particles together and can increase contact and potential bonds between adjacent 
inorganic particles. As explained previously, increasing the bonds between adjacent 
inorganic particles can increase the strength of the resulting porous inorganic filter 
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medium. The slurry can also be coated. Exemplary coating methods include doctor blade 
coating, roller coating, curtain coating, dip coating, slip coating etc. For example, a 
substantially planar surface of a porous or nonporous structure can be coated with a layer 
of slurry. The substantially planar layer of slurry can then be fiirther processed (e.g., 

5 compressed, sintered) to form a substantially planar porous inorganic filter medium. The 
inorganic particle-containing slurry can also be molded into any desired shape. 
Exemplary molding processes include cast molding or injection molding. For example, 
the slurry can be injection molded into a mold defined by cup-shaped dies to form a cup 
shaped slurry. The cup shaped slurry can then be processed (e.g., pressed, heated, and/or 

0 sintered) to form a cup shaped porous inorganic filter medium. The slurry can also be 
extruded mto any desired shape. For example, the inorganic particle containing slurry can 
be extruded through a die (e.g., substantially annularly shaped) into the shape of a 
seamless mbe. The seamless mbe-shaped slurry can then be further processed into a 
seamless, tube-shaped, porous, inorganic filter medium. Finally, any combination 

5 methods can be used to shape or process the slurry. For example, the slurry may be 
deposited or coated on an inner portion of a female mold. Thereafter, a male mold can 
compress the slurry to further shape the slurry into a desired structure. The compressed 
slurry can then be processed (e.g., by sintering) into a porous inorganic filter medium. 
In one preferred embodiment, a filter medium such as a non-planar filter medium 

0 can be produced by separately pressing individual portions of a filter medium precursor 
(e.g., a slurry or green structure) such as a non-planar precursor with, e.g., two or more 
dies, to provide predetermined characteristics such as porosities, e.g., uniform porosities, 
in different portions of the precursor, including portions having different axial dimensions. 
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The dies can cooperate to define the molded shape produced by a molding apparatus. 
Preferably, the two or more dies of the molding apparatus can move in the same or 
opposing directions or planes along a common axis to press the filter medium precursor. 
The pressure applied, the pressing time, and/or the distance traveled by one or more dies 
5 to compress a portion of a filter medium precursor may be the same or different than that 
of other dies compressing other portions of the filter medium precursor. For example, the 
pressure applied, pressing time, and/or distance traveled by one or more dies used to 
compress a first portion of a filter medium precursor can be less than that of one or more 
other dies compressing a second portion of the filter medium precursor. This can be 

10 preferable if the first portion has a shorter axial dimension in the pressing direction and/or 
a smaller volume of inorganic particles than the second portion. By doing so, the longer 
second portion can be compressed to have any suitable predetermined characteristic, e.g., 
particle density or distribution or porosity which is the same as or different fi-om the 
shorter first portion, even though the second portion has a different axial dhnension in the 

15 direction of pressing and/or a greater volume of inorganic particles than the first portion. 
The characteristics of the separate portions of the medium may be predetermined in 
accordance with a compression ratio for each portion. The compression ratio for each 
portion is the ratio of the desired final axial dimension of the portion to the sum of the 
desired final axial dimension and the stroke or axial displacement of the die(s) as it (they) 

2 0 compress the portion of the medium precursor. For example, if the predetermined 

characteristic of the porous medium is uniform porosity for all portions, than each portion 
may be compressed at the same compression ratio. 
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The application of pressure to individual portions of the filter medium precursor 
removes many limitations that may be present when pressing a shaped filter medium 
precursor with a single, unidirectional rigid die having a predetermined complex shape. 
For example, if a single, unidirectional rigid die (not shown) is used to press one side 
5 (e.g., the side including a concave surface) of the cup- or hat-shaped precursor 21 shown 
in Figure 1(a), the distance over which the rigid die can travel can be limited by the 
distance over which the rigid die travels to compress the shorter first portion 21(a) or die 
third portion 21(c) of the hat-shaped precursor 21, and not the longer second portion 
21(b). The compressed first and/or third portions 21(a), 21(c) can prevent further 
10 movement of the rigid die before the rigid die can fully compress the second ponion 



In contrast, in embodunents of the invention, substantially all portions of a filter 
medium precursor can be substantially fully compressed, providing, for example, 
substantial uniformity of the distribution and/or density of the inorganic particles or the 

15 porosity in substantially all portions of the precursor and the resulting porous inorganic 
filter medium. A porous inorganic filter medium having a uniform distribution and/or 
density of inorganic particles can have a uniform porosity. 

One example of a process for forming a porous inorganic filter medium using two 
or more dies is shown in Figure 1(a). Figure 1(a) is a schematic diagram of an example of 

20 a process for pressing a hat-shaped filter medium precursor 21 , which can later processed 
(e.g., sintered) to form a hat-shaped porous inorganic filter medium. Figure 1(b) shows a 
top view of the hat-shaped filter medium precursor 21 shown in Figure 1(a). The hat- 
shaped filter medium precursor can be characterized as having three portions including a 



21(b). 
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first portion 21(a). second portion 21(b), and a third portion 21(c). The first portion 21(a) 
can form the brim of the hat shape, while an annularly shaped second portion 21(b) and a 
disk-like third portion 21(c) can collectively form the crown of the hat shape. Pressure 
can be applied to the precursor 21 by one or more dies 31(a), 31(b), 32(a), 32(b), 33(a), 
5 33(b), which can correspond to movable or non-movable dies of molding apparatus. 
Although Figure 1(a) shows dies on opposing sides of the precursor 21, in other 
embodiments, pressure can be applied to only one face of a precursor portion. For 
example, pressure can be applied to the precursor 21 with select dies 31(a), 32(b), 33(b), 
while one or more corresponding dies 31(b) , 32(a), 33(a) on the opposing side of the 

10 precursor 21 are either stationary or retractable. 

In this exemplary process, a slurry including substantially uniformly distributed 
inorganic particles can be introduced into a mold cavity. One or both of the dies 31(a), 
31(b) can move and apply pressure to one or both opposing surfaces of the first portion 
21(a) to compress the first portion 21(a). As the slurry is pressed by the dies, the liquid 

15 medium may be squeezed out of the slurry through gaps between the dies and/or between 
the dies and the housing, the size of the gaps may vary depending on factors such as the 
size of the particles in the slurry. Smaller gaps may be provided for smaller particles. 
For many embodunents the gaps may be in the range from about 0.001 inch to about 
0.004 inch. Before, during or after the application of pressure to the first portion 21(a), 

2 0 pressure can be applied to one or both opposing sides of the second portion 21(b) and/or 
the third portion 21(a) of the filter medium precursor 21 with one or more dies 32(a), 
32(b), 33(a), 33(c). Any or all of the dies 32(a), 32(b), 33(a), 33(c) can operate separately 
or independently of each other and separately or independenUy of either or both of the dies 
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31(a), 31(b) applying pressure to the first portion 21(a). Preferably, all dies end their 
stroke at the same time. 

By separately pressing individual filter medium precursor portions, such as the first 
portion 21(a), second portion 21(b). and the third portion 21(c) of the precursor 21 shown 
5 in Figure 1(a), the compression of each individual portion of the filter medium precursor 
(e.g., a slurry) can be maximized or tailored to predetermined specifications. This may 
be advantageous if the porous inorganic filter medium to be formed has a non-planar shape 
and a substantially uniform porosity. The individual portions may then be compressed at 
the same compression ratio. For example, in Figure 1(a) the dimension of second 
10 portion 21(b) in the direction of pressing is greater than the dimension Dj of the first 
portion 21(a) and the dimension D3 of die third portion 21(c) in the direction of pressing. 
To compress the longer second portion 21(b) to substantially the same particle density as 
the shorter first and second portions 21(a), 21(c), the pressure applied, the pressing time, 
and/or the distance traveled by one or both of the dies 32(a), 32(b) applying pressure to 
15 the second portion 21(b) can be greater than that of the dies 31(a), 31(b), 33(a), 33(b) 
applying pressure to the first or third portions. In contrast, if a single unidirectional die is 
used to simultaneously apply pressure to one side (e.g., the concave side) of the filter 
medium precursor 21, the compression of the second portion 21(b) may not be maximized, 
because the distance over which the single unidirectional die can travel may be limited to 
20 the distance over which the first and/or third portions 21(a), 21(c) can be compressed. 
Accordingly, in embodiments of the invention, characteristics such as the distribution 
and/or density of inorganic particles and/or the porosity in substantially all portions of a 
filter medium precursor (even the portions having long dimensions in the direction of 
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pressing), and the subsequently formed porous inorganic filter medium, can be 
predetermined, for example, can be substantially the same, thus providing the resulting 
porous inorganic filter medium with a uniform particle and pore distribution, or different, 
thus providing a filter medium with different portions having different characteristics. 
5 Further, the method and apparatuses according to embodiments of the invention can be 
used to mass produce high quality porous inorganic filter media to close tolerances. 

One example of a mold apparams embodying the invention is shown in Figure 2. 
A hat-shaped filter medium precursor 21 is formed by depositing a slurry in a mold cavity 
and pressing the slurry with several dies. The first portion of the precursor is pressed by 

10 a first die 5 and the third portion of the precursor is pressed by another die 8. The second 
portion of the precursor is pressed between two moving dies 6 and 4. Gaps between the 
dies and between the dies and the housing 2, 3 provide for discharge of the liquid medium 
from the slurry. The dies are connected to driving mechanisms, such as pistons, to effect 
movement of the dies along a common axis A. 

15 Nonplaner porous media having a variety of desired shapes may thus be formed as 

a unitary structure, i.e., a structure having no bonds, e.g., welds, braze bonds, adhesive 
bonds, etc., between various components of the filter medium. For example, the hat- 
shaped medium precursor includes a second body portion and a third end portion which 
closes the end of the body portion, and the body portion and the end portion comprise a 

20 unitary strucmre ft-ee of any bonds. While the illustrated body portion is generally 

cylindrical or slightly conical, it may have a variety of suitable cross sectional shapes and 
yet may be conveniently closed at one end by an end portion which forms a unitary 
strucmre with the body portion. The second body portion and the first brim portion of the 
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hat-shaped precursor may also comprise a unitary structure free of any bonds. 

If desired, some of the liquid medium can be removed from the slurry or green 
structure. Preferably, a substantial portion of the liquid medium is removed from the 
slurry or green structure. Removal of the liquid medium can occur in any suitable 
5 manner. For example, the liquid medium can be removed from the slurry by drying, 
vacuum, centrifuging, compression of the slurry, or any combination of suitable liquid 
removal methods. In one embodiment, the liquid medium can be removed from the slurry 
by evaporating the liquid medium from the slurry to form a green structure. For example, 
the slurry can be heated to a temperature between about 100° C to about 450"* C to 
1 0 evaporate the liquid medium from the slurry. Once a substantial portion of the liquid 
medium is removed from the slurry, a freestanding green structure having inorganic 
particulates can be produced. The freestanding green structure can then be handled for 
further processing. For example, the green structure can be transferred to a sintering 
device for sintering. 

15 In a preferred embodiment, the slurry can be compressed to separate the liquid 

medium from the slurry. The slurry can be compressed by cold, hot or warm pressing. 
Compressing the slurry can not only facilitate removal of the liquid medium from the 
slurry, but can also increase the contact and potential bonds between adjacent inorganic 
particles. In a preferred embodunent, a fine porous structure such as a mesh, woven 

20 fabric or a nonwoven fabric can be used to help separate the liquid medium from the 
slurry. For example, a fine pore mesh can lie adjacent to a slurry. Pressure can be 
applied to the fine pore mesh and the slurry so that the liquid medium separates from the 
slurry by passing through the pores of the mesh while the mesh retams the bmder and the 
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inorganic particles. Preferably, the liquid medium passing tiirough die fine porous 
structure is substantially pure. 

If more structural stability in die green structure is desired, dien more liquid 
medium can be removed from die slurry and/or die subsequently formed green structure. 
5 A green structure widi added structural stability is preferred if die porous inorganic filter 
medium to be produced is to have a precisely defined shape, such as a cup shape. 
Removal of additional liquid medium from die green structure can occur in any suitable 
manner and can use any suitable combination of liquid medium removal methods. For 
example, after compressing a substantial portion of die liquid medium from die slurry, 

10 even more liquid medium can be removed from die slurry by heating die compressed 
slurry in a low temperature-heating device. Heat from the heating device can remove 
(e.g., by evaporation) additional liquid medium from the squeezed slurry. Alternatively 
or additionally, the green structure may be further compressed to separate additional liquid 
medium from die green structure. As more liquid medium is removed from the slurry or 

15 green strucmre, the strucmral stability of die green strucmre can be increased. 

Once a green structure is formed from the slurry, the inorganic particles in the 
green structure can then be bound togedier. The inorganic particles can be bound by 
sintering die inorganic particles togedier. Sintering can occur in any suitable device or 
adnosphere. Exemplary sintering devices include ceramic and stainless steel sintering 

2 0 apparamses (e.g. , ovens). Preferably, die sintering atmosphere includes an inert or a 
reducing atmosphere. Reducing or inert sintering atmospheres can prevent or inhibit die 
formation of oxides on the inorganic particles. Exemplary inert attnospheres include 
argon, vacuum, helium, nitrogen, or mixmres tiiereof. Exemplary reducing atmospheres 
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include hydrogen, carbon monoxide, dissociated ammonia, and mixmres thereof. 

The sintering temperature can include any suitable temperature, but is preferably 
high enough to induce solid or liquid state diffusion of atoms between adjacent inorganic 
particles to form bonding regions (e.g., sinter-bonds). Typical sintering temperamres can 
5 be between about 450 " C to about 900 " C. The sintering temperature can vary 
depending upon the type of inorganic particles used. For example, typical sintering 
temperatures for nickel-based particles can be between about 500" C and about 750° C, 
and preferably between about 525° C and about 650° C. On the other hand, typical 
sintering temperatures for stainless-steel based particles can be somewhat higher e.g., 
10 between 1050°C and 1 150°, because stainless steel has a higher melting point than nickel. 
After the inorganic particles bond together (e.g., by sintering), the formed porous 
inorganic structure can be subjected to any suitable post-bonding operation. Post-bonding 
operations can include working treatments such as pressing or rolling; heating treatments 
such as annealing or re-sintering; and/or finishing treatments such as surface treating (e.g., 
1 5 plating). Such post-bonding operations can be desirable if a porous inorganic smicture 
having particular properties is desired. For example, the porous inorganic structure can be 
annealed to reduce any internal stress that can be present therein. 

The porous inorganic filter medium can have any suitable characteristics. For 
example, the porous inorganic filter medium can be highly porous, strong, ductile, and 
2 0 can have favorable particle retention properties. The porous inorganic filter medium can 
also have a high surface area and/or irregularly shaped pores (e.g., dendritically shaped 
pores). For example, in embodiments of the invention, the inorganic filter medium can 
include a BET surface area of at least about 0.25 mVg. Preferably, the inorganic filter 
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medium can include a BET surface area of at least about 0.35 m^/g. 

The resulting porous inorganic filter medium can have any suitable voids volume 
or porosity and pore rating (pore size), preferably a high voids volume and a small pore 
size. The porous inorganic filter medium preferably can have a voids volume of at least 
5 about 50% . More preferably, the porous inorganic filter medium can include a voids 
volume of at least about 70% or about 75%, or even at least about 80% or about 90% or 
more. Preferably the voids volume or porosity is in the range from about 60% to about 
80%, e.g., 70%. The porous inorganic filter media embodying the invention can have 
pore sizes and/or characteristics suitable for use in a wide variety of processes, including 

10 microfiltration, ultrafiltration, and/or nanofiltration processes. For example, some porous 
inorganic filter media can have a nominal pore size of about 10 microns or more, in the 
range fi-om about 1 micron to about 10 microns, in the range fi-om about 0.04 micron to 
about 10 microns, or in the range from about 0.01 micron or less to about 1 micron. 
Other porous inorganic filter media embodying the invention can have the nominal pore 

1 5 dimensions in the range fi-om about 10 angstroms or less to about 200 angstroms or more. 
Yet other porous inorganic filter media embodying the invention can have a molecular 
weight cutoff rating of about 200 daltons or less, in the range from about 200 daltons to 
about 1000 daltons, in the range from about 1000 daltons to about 500,000 daltons, or 
greater than about 500,000 daltons. In some processes (e.g., ultrafiltration), the porous 

2 0 inorganic filter medium can have an absolute removal rating within the range from about 
0.04 \im to about 20 )xm. 

The porous inorganic filter media can also have pores extending from surface to 
surface in a relatively uniform structure, or in a tapered or graded pore structure. A 
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porous inorganic filter medium having a tapered or graded strucmre can be formed by any 
suitable method. For example, two green inorganic structures with different voids 
volumes and/or pore ratings may be placed together and sintered. The inorganic particles 
within each of the green inorganic structures can bond together, while the two green 
5 inorganic structures can bond to each other. In another example, a porous inorganic filter 
medium with a first pore rating or a green structure capable of producing a porous 
inorganic filter medium with the first pore rating can be coated with an inorganic-particle 
containing slurry capable of forming a porous inorganic filter medium with a second pore 
rating. This coated strucmre can then be processed (e.g., sintering) into a single porous 

10 inorganic filter medium with a first pore rating and a second pore rating. In yet another 
example, two separately formed porous inorganic filter media with two different pore 
ratings can be placed adjacent to one another and joined (e.g., by sintermg or welding). A 
porous inorganic filter medium having a graded or a tapered pore structure can provide for 
a number of advantages. For example, the portion of the porous inorganic filter medium 

15 having a larger pore rating can serve as a prefilter or support strucmre for the porous 
inorganic filter medium having a smaller pore rating. Prefilters can increase the useful 
life of a filter medium, by preventing macroscopic particles in a fluid stream from 
premamrely fouling or clogging a downstream portion of a filter medium. 

The porous inorganic filter medium can have any suitable shape. The porous 

2 0 inorganic filter medium can planar or curved, and more specifically can be shaped as a 
disk, plate, cup, envelope, etc. In one embodiment, the filter medium can have a pleated 
strucmre. By providing an inorganic filter medium with a pleated structure, the filter area 
available for a limited envelope (e.g., one defined by a housing) can be increased. In a 
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preferred embodiment, the porous inorganic filter medium can comprise a thin planar 
structure, such as a membrane. Although the porous inorganic filter medium can have any 
suitable thickness (whether cup shaped, planar, etc.), it preferably has a thickness ft^om 
about 0.01 to about 0.5 inch, or between about 0. 1 to about 0.4 mm or more. 
5 Advantageously, the porous inorganic filter media can exhibit reduced particle 

shedding and increased particulate retention properties. In accordance with embodiments 
of the invention, a smaller filter medium can be formed if the filter medium has a higher 
voids volume, because a smaller filter medium having a high voids volume can permit the 
same amount of fluid through as a larger filter medium having a low voids volume. A 

10 smaller filter medium can require less inorganic material than a larger filter medium, and 
can be used with a smaller housing which also requires less material. The use of less 
inorganic material in a filter medixmi and the housing can reduce the likelihood that the 
inorganic filter medium will exhibit particle shedding or outgassing. Accordingly, the low 
particle shedding and/or low outgassing porous inorganic filter media embodiments of the 

15 invention can be ideally suited for use in point of use filters where particle shedding and 
outgassing is preferably minimized. 

The porous inorganic filter medium can form part of a filter element. The filter 
element can also include a porous substrate, and can have any suitable shape or form. For 
example, the filter element can be planar, cylindrical, cup shaped, pleat-shaped, etc. The 

2 0 substrate may or may not be bonded to the filter medium, and can provide functions such 
as support, drainage, and/or prefiltration capability to a filter medium. The porous 
substrate can also be locatoi upstream and/or downstream of the porous inorganic filter 
medium. Suitable porous substrates can include PMM™ or PSS™ available fi-om Pall 
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Corporation, Cortland, N.Y. 

The porous substrate can have any suitable form. The shape of the porous 
substrate can be chosen according to the desired filter element to be formed. For instance, 
if a pleated filter element is desired, then a porous inorganic filter medium can be formed 
5 on, or concurrently with a pleated porous substrate. Alternatively, if a cylindrical filter 
element is desired, then the slurry can be deposited on a generally cylindrical porous 
substrate. Examples of porous substrates include screens, meshes, porous plates, and 
woven and nonwoven fabrics. The porous substrate can also include sintered inorganic 
particles or have a larger pore rating than the supported filter medium. Further, the 
10 substrate can have any suitable thickness such as a thickness of about 1/100 inch to about 
1/10 inch. 

The porous substrate can be made of any suitable material. The porous substrate 
can include any inorganic material, and can include the same or different material than the 
inorganic material used in the porous inorganic filter medium. For example, the porous 

15 substrate can include a metal such as stainless steel or a ceramic such as alumina, while 
the porous inorganic filter medium can include a metal such as nickel. Preferably, the 
porous substrate includes a material which does degrade when subjected to a high- 
temperature process (e.g., sintering). 

The filter element can be formed in any suitable manner. In one method, a porous 

20 inorganic filter medium precursor can be joined to a porous substrate, prior to sintering. 
The porous inorganic filter medium precursor can be a slurry which can be coated onto or 
impregnated into the porous substrate (e.g., a stainless steel nonwoven fabric). If desired, 
the resulting structure can be shaped (e.g., corrugated). The slurry /porous substrate 
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combination can then be subjected to the previously described liquid medium removal 
and/or sintering processes. The sintering process not only sinters the inorganic particles 
in the slurry together, but can also optionally sinter the inorganic particles to the porous 
substrate. Alternatively, the porous inorganic filter maliimi precursor can be a green 
5 structure which can be separately formed, and then placed adjacent to a porous substrate. 
The combined green structure/porous substrate can be sintered to bond the inorganic 
particles m the green structure together while sintering the inorganic particles to the 
porous substrate. In another example, a porous inorganic filter medium precursor and a 
porous substrate precursor can be joined and processed together. For example, the porous 

10 inorganic filter medium precursor may be a slurry which can be coated on a porous 

substrate precursor, such as a green inorganic fabric mesh. The mesh-slurry combination 
can then be subjected to the previously described liquid mediiun removal and/or sintering 
processes to form a filter element. Alternatively, a green structure capable of forming a 
porous inorganic filter medium can be placed on a green inorganic fabric mesh and 

15 sintered. During sintering, the inorganic particles in both the green structure and the 
green inorganic fabric mesh can bond together, while the green structure and the green 
inorganic fabric can bond to each other. In yet another example, a porous inorganic filter 
medium can be joined to a porous substrate, while neither the porous inorganic filter 
medium nor the porous substrate is in the form of a precursor. For example, a porous 

2 0 substrate can dien be joined to the porous inorganic filter medium by methods such as 
sintering, soldering or welding. 

A filter element can be formed by coating a porous substrate with a slurry so that 
the slurry partially or fully impregnates pores of the porous substrate, especially the layer 
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or layers of pores just below the coated surface of the substrate. By partially or fully 
impregnating the pores of the porous substrate with the slurry including the inorganic 
particles, the resulting porous inorganic filter medium can be reliably joined to the porous 
substrate. For example, a thin layer of slurry can be coated (e.g., a slip coated) onto a 
5 planar or cylindrical porous substrate so that at least some of the slurry including the 
inorganic particles impregnates the pores of the porous substrate near the surface. After 
impregnating the substrate with the slurry, the inorganic particles in the slurry can be 
sintered together. Preferably, the substrate has a higher sintering or melting temperature 
than the inorganic particles in the slurry. For example, the inorganic particles may 

10 comprise nickel and the substrate may comprise a higher temperature material such as 
stainless steel. The impregnated substrate can be heated to a temperature sufficient to 
sinter the inorganic particles together, but not to the porous substrate. At the impregnated 
region of the resulting filter element, at least a portion of the porous inorganic filter 
medium and a portion of the porous substrate are mechanically engaged or interlocked at 

15 the surface of the porous substrate by means of the sintered inorganic particles locked in 
the pores of the substrate. Preferably, the engagement or interlocking between the porous 
inorganic filter medium and the porous substrate can occur without substantial fusing or 
sintering between the porous substrate and the porous inorganic filter medium. Put 
another way, the porous substrate and the porous inorganic filter medium can be joined 

2 0 together without the presence of a substantial number of sinter bonds between the porous 
strucmre of the filter medium and the porous strucmre of the porous substrate. 

The porous substrate can be impregnated with the slurry in any suitable manner. 
In some embodiments, die slurry can be coated onto the porous inorganic substrate in a 
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manner sufficient to partially or folly impregnate the porous substrate with the slurry. For 
example, a cylindrical or planar porous substrate can be coated with a layer of slurry by 
dip coating, roller coating, doctor blade coating, etc. The coated slurry layer may be 
somewhat thinner or wetter and a portion of the slurry including the particulates partially 
5 impregnates a surface of the porous substrate. The slurry layer may be coated in a manner 
such that the resulting porous inorganic filter medium has a thickness of less than about 
0.060 inch, preferably less than about 0.040 inch, or preferably less dian 0.020 inch or 
0.010 inch, e.g., about 1 to about 2 thousandths of an inch. The inorganic particles in the 
slurry at the impregnated region of the porous substrate can then be sintered together 
1 0 within the pores at the surface of the porous substrate. The resulting filter element can 
include a porous inorganic filter medium in the form of a thin membrane on a porous 
substrate. At the impregnated region, the thin membrane and the porous substrate can be 
interlocked mechanically or engaged. If desired, an operation such as pressing (e.g., 
isostatic pressing or calandering) vacuum, pressure, or any suitable combination of such 
1 5 operations can be used to help impregnate the pores of the porous substrate with the 
slurry. A filter element having a thin porous inorganic membrane at the surface of a 
porous substrate can be structurally stable, yet have a low pressure drop. In contrast, a 
porous morganic depth filter may have a higher pressure drop. 

Sintering the inorganic particles of the porous inorganic filter medium together 
2 0 within the pores of the porous substrate, but not to the porous substrate can be 

advantageous. For example, the substantial absence of additional sinter bonds between the 
porous inorganic substrate and die filter medium can result in a filter element having a 
decreased pressure drop, high particulate retention properties and suitable strength. 
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Because of the number of sinter bonds in tlie filter element can be reduced, a fluid can 
pass through the filter element with less resistance than through a filter element having an 
increased number of sinter bonds. Furthermore, in some embodiments, production costs 
can be lowered by reducing the number of sinter bonds in a filter element. For example, a 
5 filter element may be produced by coating a slurry including metal particles having a low 
melting and/or sintering temperature (e.g.. nickel) on a porous substrate having a high 
melting and/or sintering temperamre (e.g., stainless steel). After some of the slurry is 
impregnated into the pores of the porous substrate, the entire strucftire can be sintered at a 
temperamre high enough to bond the inorganic particles to each other, but not high 
1 0 enough to bond the inorganic particles to the porous substrate. The resulting filter 
element includes a filter medium engaged with or interlocked with the porous substrate. 
Since less heat can be used to join the filter medium to the substrate, less energy and 
consequently lower costs can be used to create a filter elemem. Moreover, by using lower 
sintering temperatures, the pores of the porous substrate are less likely to collapse or 
15 deform in response to heating. Consequently, a filter element having less defects can be 
created. 

A filter element according to embodiments of the invention can provide for 
advantages. For example, the porous substrate of the filter element can help strucmrally 
support the porous inorganic filter medium. This may be preferable if the porous 
20 inorganic filter medium is intended to filter a high pressure fluid. Additionally, the filter 
elemem can provide for better overall filtration properties than an unsupported porous 
inorganic filter medium. For example, a porous substrate can serve as a prefilter for a 
porous inorganic filter medium with a smaller pore rating than the porous substrate. 
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The porous inorganic filter medium or the filter element can be used in any 
suitable manner. For example, the porous inorganic filter medium or the filter element 
can be inserted across a fluid flow path defined by a housing having any suitable 
construction or geometry. The porous inorganic filter medium or the filter element can be 
5 joined to the housing either directly or indirectly, and by any suitable joining method. 
Joining methods include electron beam welding, laser welding, inert gas welding, 
resistance welding, soldering, and sintering. The housing can also include suitable 
material. Preferably, the housing is made of an inorganic material which can be joined to 
the porous inorganic filter medium and/or the filter element. It this regard, the material 
10 used for the housing can be compatible with the material used for the porous inorganic 
filter medium. Exemplary housing materials include nickel and stainless steel. 

The porous inorganic filter medium or the filter element can also form part of a 
filter cartridge or filter assembly. For example, the porous inorganic filter medium and/or 
filter element may be used as a separation medium of a filter cartridge or filter assembly. 
15 Filter cartridges and filter assemblies according to embodiments of the invention are 
preferably easily replaced if they become spent. 

Filter cartridges in accordance with embodiments of the invention can have any 
suitable form. An exemplary filter cartridge can be a self-contained separation element, 
provided with a porous inorganic filter medium or a filter element in mbular fonn, capped 
20 off by end caps at one or both ends. Either or both end caps can have a through opening 
for fluid circulation through the porous inorganic filter medium or the filter element in 
either direction. End caps can be attached to the ends of the mbular porous inorganic 
filter medium or filter element by any suitable method including sintering or welding or in 
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a unitary manner as previously described. Filter cartridges in accordance with 
embodiments of the invention can include simple cylinders, corrugated cylinders, one or 
more stacked discs, etc. 

Filter assemblies may include, for example, a filter element or a filter medium 
5 disposed in a frame. The frame may be shaped as a parallelepiped, and the filter element 
or filter medium may be attached to the frame in any suitable mamier (e.g., welding). If 
desired, the filter medium or filter element of the filter assembly can have a HEPA or 
ULPA ratmg. 

The filter media, filter elements, filter cartridges, and filter assemblies according 
10 to embodiments of the present invention can be used in a variety of applications. For 
instance, embodiments of die invention can be used to filter process fluids such as liquid 
polymers and hot gases. Also, since embodiments of the invention have strucmral 
stability, diey can be cleaned by reverse flow cleaning processes. In these processes, a 
high pressure fluid stream or pulse can be directed in a direction opposite to the flow path 
15 of the fluid stream being filtered. By doing so. any cake residing at the surface of the 
filter can be removed so that the filter can be reused for fiirther purification. 

The following description describes an exemplary method for forming a porous 
inorganic filter medium. 

Example 1 

2 0 A slurry is formed by mixing 1 liter of methanol and 5 grams of 934 Carbopol 

binder in a blender. Into diis slurry mixture in sequence is blended 1 .79 grams of Triton 
X surfactant. 80 grams of Oximide V spacer particles, 160 grams of Inco 255 nickel 
powder having a nominal particle size of about 2.7^, and 107 grams of Inco 210 nickel 
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powder having a nominal panicle size of about 7^. This slurry mixture is mixed in the 
blender until the slurry has a relatively miiform composition and the presence of pockets 
and/or clumps in the slurry is minimized, e.g.. about 10-20 minutes. Once the slurry 
appears to be substantially miiform, the slurry is deposited in the cavity of a female mold 
5 on a 0.5 micron Teflon membrane which rests on a screen in the female mold. The area 
of the female mold is about 2" by 5" and the slurry is deposited to a depth of about 0.25 
inch. Once deposited, a countermold is inserted into the cavity containing the slurry. The 
weight of the countermold compresses the slurry against the Teflon mesh and the female 
mold to squeeze out some or most of the methanol. The compression of the slurry forces 
10 the methanol through the mesh, screen, and a liquid outlet in the female mold. At this 
point, sufficient methanol is removed from the slurry so that the methanol depleted slurry 
is a free-standing green strucmre. The free-standing green structure is then removed from 
the mold. Additional methanol is then removed from the freestanding green structure by 
heating the green structure in a low temperature oven. Subsequently, the free-standing 
15 green strucmre is placed in an oven and is heated to abom 371 °C in an argon amiosphere 
to combust the oxamide spacing agent. The combusted spacing agent creates additional 
pores in the free-standing green sfrucmre. The free-standing porous green strucmre is 
then placed in a sintering furnace and is fired in an atmosphere of about 60% 
mtrogen/40% hydrogen at about 525 »C for about 60 minutes to sinter the metallic 
2 0 particles in the free-standing, porous green structure together. After sintering the metallic 
particles in the porous green strucmre, a porous metallic filter medium is formed. The 
formed porous metallic filter medium has a voids volume of abom 85%. 
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Example 2 

16.3 grams of the slurry mixture of Example 1 is deposited in a mold apparatus of 
the type shown in Figure 2. The dies are positioned against the slurry to define a first 
ponion, e.g., a brim portion, a second portion, e.g., a sidewall or body portion, and a 
5 third portion, e.g. , an end portion. The dies are then actuated such that the does move at 
a rate of about 1 inch per minute or less to provide a 55% compression ratio for each of 
the first, second, and third portions. The dies forming the first and third portions move 
through an axial displacement of about 0.080 inch to form first and third portions having a 
thickness of about 0.065 inch and the dies forming the second portion move through a 
10 total axial displacement of about 1.375 inches to form a second portion having an axial 
dimension of about 1.19 inches. This uniform compression ratio provides a uniform 
porosity for each of the three portions. As the pistons are moved along their axial 
displacement, liquid fi-om the slurry is displaced through the gaps between die dies and 
between the dies and the housmg. After the dies have moved through their axial 
15 displacement and the slurry has been compressed to squeeze some or most of the methanol 
from the slurry, the dies are retracted and the free-standing hat-shaped green strucmre is 
removed from the mold apparatus. The green structure is air dried at room temperature to 
remove the remaining methanol. Subsequently, the free-standing hat-shaped green 
structure is placed in an oven and is heated to about 37 rc in an argon atmosphere to 
2 0 combust the oxunide spacing agent. The porous structure is then placed in a sintering 
fimiace and is fired in an atmosphere of 100% hydrogen at about 525°C for about 60 
minutes to sinter the metallic particles in the free standing hat-shaped porous green 
structure together. Sintering the metallic particles in the porous green structure forms a 
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porous metallic filter medium having a porosity of about 70%. 

Example 3 

A slurry is formed by mixing about 1 liter DI water and 15 grams of 934 Carbopol 
binder in a blender. Into this slurry mixture is blended 35 grams of 1.5 micron 3-6-L 
5 stainless steel fibers. This slurry mixmre is mixed in the blender until the slurry has a 
relatively uniform composition and the presence of pockets and/or clumps in the slurry is 
minimized. 148 grams of the slurry mixture is deposited in the cavity of a female mold 
on a 0.5 micron teflon membrane which rests, in turn, on a fine screen which rests on a 
coarser screen in the female mold. The inner diameter of the female mold is about 1 .375 

10 inches. A piston presses the slurry until the green strucmre is a 0.070 inch thick disk, 
removing some or most of the DI water and forming a green structure. The green disk is 
removed from the mold and au- dried at room temperature. The dried green structure is 
then sintered in a hydrogen atmosphere at about 1800°F for about 30 minutes. Sintering 
the metallic particles in the green structure forms a porous metallic filter medium having a 

1 5 porosity of about 70 % . 

Example 4 

A slurry is formed by mixing 17,250 grams of DI water and 260 grams of 941 
Carbopol binder in a mixer. Ammonia is then added until the viscosity of the slurry 
mixmre is approximately 7000 to 7500 CPS. Subsequently. 13,620 grams of Inco 255 
2 0 nickel powder is added to the slurry mixmre. This slurry mixmre is mixed in the mixer 
untU the slurry has a relatively uniform composition and the presence of pockets and/or 
clumps is minimized. The slurry is pored into a reverse roll coater and the gap between 
the rolls is set to 0.039 inches. A 0.0160 inch thick porous substrate avaUable from Pall 
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Corporation under the trade designation PMM is directed into the reverse roU coater and 
the top surface of the porous substrate is coated with the slurry. The coated substrate is 
dried and rolled to a thickness of 0.0185 inch. The rolled, coated substrated is sheared to 
66 inch lengths and formed into a loose roll. The rolls are sintered in a sintering furnace 
5 at about 250°C for 75 minutes in a hydrogen atmosphere. The resulting filter medium 
comprises sintered nickel particles mechanically interlocked to the PMM substrate. 

Any one or more of the features of any of the embodiments of the invention may 
be combined with any one or more of the features of any of the other embodiments 
without departing from the spirit and the scope of the invention. Further, while the 
10 invention has been described m some detail by way of illustration and example, it is 

understood that the invention is not restricted to the specifically described embodiments in 
the specification. Rather, the invention includes all modifications, equivalents and 
alternatives falling within the spirit and the scope of the invention. 
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What is claimed is: 

1. A method of forming a porous medium comprising: 

applying pressure to a first portion of a medimn precursor including inorganic 
particles; 

5 separately applying pressure to a second portion of the medium precursor; and 

sinter bonding the inorganic particles together. 

2. A porous medium comprising: 

a first portion having a first axial dimension and 
10 a second portion having a second axial dimension, the second axial dimension 

being greater than the first axial dimension, wherein the first and second portions each 
have a predetermined porosity. 

3. A porous medium comprising: 

15 a porous sintered inorganic body portion having a first end and a porous sintered 

inorganic end portion closing the end of the body portion, the porous body portion and the 
porous end portion comprising a unitary structure. 

4. A porous element comprising: 

20 a porous medium of sintered inorganic particles; and 

a porous substrate, at least a portion of the sintered inorganic particles being 
disposed within pores of the porous substrate mechanically interlocking the porous 
medimn and the porous substrate. 
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5. A process for making a porous element comprising: 

contacting a porous substrate with a slurry including a liquid medium and inorganic 
particles; and 



mechanically interlock the sintered inorganic particles to the porous substrate. 

6. A porous medium comprising: 

a porous sintered inorganic structure derived from a pressed mixture including a 
10 liquid medium and a plurality of inorganic particles having a nominal first size. 

7. A method comprising: 

applying pressure to a slurry including a liquid medium and inorganic particles; 

and 

15 separating at least some of the liquid medium from the slurry in response to the 

pressure. 

8. A porous medium comprising: 

a mass of sintered inorganic particles having a porosity of greater than about 50%. 



9. A method comprising: 

forming a mixture including at least a liquid medium, a plurality of inorganic 
particles having a nominal first size and a plurality of inorganic particles having a nominal 



5 



sintering the inorganic particles together within pores of the porous substrate to 



20 
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second size, said first size being less than the second size; and 

sinter bonding the plurality of inorganic particles having a nominal first size and 
the plurality of inorganic particles having a nominal second size together. 



5 10. A porous mediimi comprising: 

a first plurality of inorganic regions having a first nominal size; 
a second plurality of second inorganic regions having a second nominal size, 
wherein the first nominal size is less than the second nominal size, and wherein the first 
plurality of inorganic regions is interspersed between the second plurality of inorganic 
10 regions; and 

a plurality of bonds interposed between the first plurality of inorganic regions and 
the second plurality of inorganic regions. 



11. A mold apparatus comprising: 
15 a mold cavity arranged to contain a slurry; 

a first die arranged to press a first portion of the slurry in the mold cavity; and 
a second die arranged to separately press a second portion of the slurry in the mold 

cavity. 



20 
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f^^ PCT/US99/19r53 

PATENT COOPERATION TREATY 



From the INTERNATIONAL BUREAU 



PCT 


To: 


NOTIFICATION OF ELECTION 


Assistant Commissioner for Patents 




United States Patent and Trademark 


(PCT Rule 61.2) 


Office 




Box PCT 




Washington, D.C.20231 




ETATS-UNIS D'AMERIQUE 


Date of maiting (day/month/year) 




UD IVI3y ^UUU (UO.UO.UU/ 


in its capacity as elected Office 




International application Na 


Appticanrs or agenrs nie rererence 


PCT/US99/19153 


440130/PALL 


International filing date (day/month/year) 


Priority date (day/month/year) 


24 August 1999 (24.08.99) 


24 August 1998 (24.08.98) 


Applicant 




LOVE, Charles et ai 




1. The designated Office is hereby notified of its election made: 


[x] in the demand filed with the International Preliminary Examining Authority on: 


24 March 2000 (24.03.00) 


1 I in a notice effecting later election filed with the International Bureau on: 


2. The election | X | was 




1 1 was not 




made before the expiration of 19 months from the priority date or, where Rule 32 applies, within the time limit under 


Rule 32.2(b). 






Authorized officer 


The International Bureau of WlPO 




34, chemin des Colombettes 


Pascal Piriou 


121 1 Geneva 20, Switzerland 




Facsimile No.: (41-22) 740.14.35 


Telephone No.: (41-22) 338.83.38 


Form PCT/IB/331 (July 1992) 


US9919153 



From the 

INTERNATIONAL PRELIMINARY EXAMINING AUTHORITY 



To: JOHN M. BELZ 

LEYDIG, voir & MAYER. LTD. 
SUITE 300 

700 THIRTEENTH STREET. N.W. 
WASHINGTON DC 20005 



PATENT COOPERATION TREAT^j^]r^-MJLjS¥j~ 

NOTIFICATION OF TRANSMITTAlToF 
INTERNATIONAL PRELIMINARY 
EXAMINATION REPORT 



(PCT Rule 71.1) 





Date of Mailing 

(day/month/year) J 4 D E C 2000 


Applicant's or agent's file reference 
440130/PALL 


IMPORTANT NOTIFICATION 


International application No. 
PCT/US99/19153 


Internationa! filing date (day/month/year) 
24 AUGUST 1999 


Priority Date (day/month/year) 
24 AUGUST 1998 


Applicant 
PALL CORPORATION 



3. 



The applicant is hereby notified that this International Preliminary Examining Authority transmits herewith the 
mtemational preliminary examination report and its annexes, if any , established on the international application. 

A copy of the report and its annexes, if any. is being transmitted to the International Bureau for communication 

to all the elected Offices. 

Where reqmred by any of the elected Offices, the International Bureau will prepare an English translation of 
the report (but not of any annexes) and will transmit such translation to those Offices. 



4. REMINDER 



The applicant must enter the national phase before each elected Office by performing certain acts (filinc 
/on w f"'^.^ y>°8 within 30 months from the priority date (or later in some Officcs)(Article 

3y(l))(see also the reminder sent by the International Bureau with Form PCT/IB/301). 

Where a translation of die international application must be lumished to an elected Office, that translation must 
contain a translation of any annexes to the international preliminary examination report. It is the applicant's 
responsibility to prepare and furnish such translation directly to each elected Office concerned. 

^^^J"/^^^ °" applicable time limits and requirements of the elected Offices, see Volume II of the 

PCT Applicant's Guide. 



Name and mailing address of the IPEA/US 

Comniissioner of Patents and TrademaHcs 
Box PCT 

Washington, D.C. 2023 1 


Authorized officer 
DANIEL JENKINS 


Jean Proctor 
Paralegal Specialist 


Facsimile No. (703) 305-3230 


Telephone No. (703) 306-4157 





Form PCT/IPEA/416 (July 1992)* 



PATENT COOPERATION TREATY 

PCX 

INTERNATIONAL PRELIMINARY EXAMINATION REPORT 
(PCT Article 36 and Rule 70) 



Applicant's or agent's file reference 

440130/PALL 
International application No. 
PCT/US99/19153 



FOR FURTHER ACTION ^^f, J^^JJ)^^^^ Transmittal of International 

Prehminary Examination Report (Form PCT/IPEA/4 1 6) 



International filing date (day/month/year) 
24 AUGUST 1999 



^"cT7;To\^"|9";^^^^^^^^^ c'assificadon and IPC 



Priority date (day/month/year) 
24 AUGUST 1998 



Applicant 
PALL CORPORATION 



2. This REPORT consists of a total ^ ^ 



sheets. 



(se. Rule 70. ,6 S^^^?^ ^^LfS^^SZT^. """^ "^"^ 

These annexes consist of a total of sheets. 



3, This report contains indications relating to the following items: 
^ B^sis of the report 

II Q Priority 

III □ Non-establishment of report w.th regard to novelty, inventive step or industrial applicability 
Lj Lack of unity of invention 

VI Certain documents cited 

VII Certain defects in the international application 

VIII Certain observations on the international application 



Date of submission of the demand 
24 MARCH 2000 



Name and mailing address of the IPEA/US 

Comimssioncr of Patents and Trademarics 
Box PCT 

Washington, D.C. 20231 

Facsimile No. (703) 305-32 30 
Form PCT/IPEA/409 (cover sheet) (July 1998)i 



Date of completion of this report 
06 NOVEMBER 2000 



Authorized officer 

DANIEL JENKINS 
Telephone No. (703) 306-4157 



Jean Proc: '- 
Paralegal Spcciuh^i 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



L Basis of the report 



International application No. 
PCT/US99/19153 



I. With regard to Che etements of the intemationai application:* 
jx] the intemationai application as originally filed 
1^ the description: 

pages 

pages 

pages 



MO 

NONE 

NONE 



. filed with the letter of 



, as originally filed 

, filed with the demand 



fx] the claims: 

pages 41-43 

pages NONE 

pages NONE 

pages , NONE 



, filed with the letter of 



— . . as originally filed 

as amended (together with any statement) under Article 19 
, filed with the demand 



fx] the drawings: 

pages 1-2 

pages NONE 

pages NONE 



, filed with the letter of 



. as originally filed 

, filed with the demand 



fxj the sequence listing part of the descripti 

pages NONE 

pages NONE 

pages NONE 



. filed with the letter of 



, as originally filed 

. filed with the demand 



wbich is: 



These elements ^ve^. avaJable or furnished to this Authority in^ fon^,^ 

□ the language of a translation furnished for the purposes of intemationai search (under Rule 23.1(b)). 
LJ the language of publication of the intemationai application (under Rule 48.3(b)). 

□ U^e^^ge of the translation furnished for the purposes of inten^tional preUnunary examination (under Rules 55.2 and/ | 

^^txrrrrc^^^^^^ 

LJ contained in the intemationai application in printed form. 

□ filed together with the intemationai application in computer readable form. 
Q furnished subsequently to this Authority in written form. 

□ furnished subsequently to this Authority in computer readable form. 

□ SlrrtiSi^^'^^^^^^^^ -'P'^"- 'lo" 80 beyond the disclosur. m the 
n b^SlM*'* infomiation recorded in computer readable fomi is identical to the writen sequence listing has 

The amendments have resulted in the cancellation of- 
I — I the description, pages 

the claims, Nos, none 

Liu the drawings, sheets/6g none 



^' ^ ^ ^ drawn as if (some of) the amendments had not been made, since they have been considered to eo 

* . ^'*'ff ^'''^ ^'^'^'^ " Supplemental Box (Rule 70 2(c)) - ® 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



International applicadon No. 
PCTAJS99/19153 



statement 
Novelty (N) 

Inventive Step (IS) 



Industrial Applicability (I A) 



Claims 2, 9, 10 



Claims 1, 3-8. 11 



Claims none 



Claims 1-11 



YES 
NO 

YES 
NO 



Claims Ml 
Claims 




2. citations and explanations (Rule 70.7) 

A. Claims 1, 3-8 and 1 1 lack novelty under PCT Article 33(2) as being anticipated by Nakano et al. '863. 

p'^rtTml^^^^^^ ' "^^^^ '"^'^^"^ ^ '^^^^"^ -dium made and the mold for forming the 

providing a slurry to a mold containing a porous substrate; 

pressing the slurry and porous substrate to form an impregnated porous substrate- 

sintermg the impregnated porous substrate to form a porous medium 
Nakano et al. '863 further discloses wherein the die has a upper portion and a lower portion. 

« al'^-SM di'^-M""" i° '"^ "(3) as being obvious over Nakano et al 863 Nakano 

,h.l M t J"^ "'"'""'^ *^ " invention to use two different powder si2es^r.he 

slurry of Nakano et al. '863 for the purpose of controlling porosity in the formed medium. 

C. Claims 1-11 meet the criteria set out in PCT Article 33(4) as a filter media. 



NONE 



NEW CITATIONS 



Form PCT/IPEA/409 (Box V) (July 1998)* 



# - - op A7 6 8 S 9 7 PCT/US99/19153 

PATENT COOPERATION TREATY 



From the INTERNATIONAL BUREAU 



PCT 

INFORMATION CONCERNING ELECTED 
OFFICES NOTIFIED OF THEIR ELECTION 

(PCT Rule 61.3) 


To: 

BELZ, John, M. 

Leydig, Voit & Mayer, Ltd~ v^ -; v^"^-': 

' w ■ 1 1 1 1 iCd 1 11 1 OlfCcl, ItIiVV, :* *^ 

Suite 300 ; . ■ ' "~ " 

Washington, DC 20005 , ^ 

c 1 M 1 o-Lf lAiio U AlVlbnlvJl/b £-uw ^_ 

;f ~ r t r r r ^ ^ ' ' n 


Date of mailing (day/month/year) 

05 May 2000 (05.05.00) ^ 


Applicant's oragenfs file reference 
440130/PALL 


IMPORTANT INFORMATION 


International application No. International filing date (day/month/year) Priority date (day/month/year) 

PCT/US99/19153 24 August 1999 (24.08.99) 24 August 1998 (24.08.98) 


Applicant ~ ~ 

PALL CORPORATION et al 



^ ■ Offic^sSrellrtton: ^ '"^"""^^ ^''^ '"ternatlonal Bureau has, according to Article 31 (7), notified each of the following 

AP :GH,GM,KE,LS,MW,SD,SL,SZ,UG,ZW 

EP :AT,BE,CH,CY,DE,DK,ES,FI,FR,GB,GR,IE,IT,LU,MC,NL,PT,SE 

National :AU,SG,Bn,CA,CN,CZ,DE,!L,JP,KP,KR,MN,NO,NZ,PL,RO,RU,SE,SK/JS 

£ the In^e^nlt^na^lu^rur^^^^^^^^ '""^ "^^''^'^ election; the notification will be sent to them 

EA :AM,AZ,BY,KG,KZ,MD,RU,TJ,TM 

OA :BF,BJ.CF,CG.CI,CM,GA,GN,GW,ML,MR,NE,SN,TD,TG 

National :AE,AL,AM,AT,AZ,BA,BB,BY,CH,CR,CU,DK,DM,EE,ES,FI,GB,GD,GE,GH.GM, 

HR,HU,ID,IN,IS,KE,KG,KZ,LC,LK,LR,LS,LT,LU,LV,MD,MG,MK,IVIW,IVIX,PT,SDSGSI 
SL,TJ,TM,TR,TT,UA,UG,UZ,VN,YU,ZA,ZW ' ' 

^' l^fnr!^'^JL'T},}l^^'lli!j)'^^''}^^^ "national phase" before the expiration of 30 months from the priority date 

trtn.^,toS^?tK^^ Pay'"9 *he national fee(s) and furnlsf^g if DrTscHbeH 

translation of the international application Article 39(1)(a)), as well as, where applicable, by furn sh nq a translat on of anv 
annexes of the international preliminary examination report (Article 36(3)(b) and Rule 74.1) '"'"'^'""9 ^ translation of any 

f n^tfM» fit,^^'^* expiring later than the above-mentioned time limit. For detailed information about the 

of the PCrAppliS performed upon entry into the national phase before a particular Office, see Volume 11 

t^he%rp^ses°of'oS -""^ States designated for 



The tntemational Bureau of WlPO 
34, chemtn des Colombettes 
1211 Geneva 20, Switzeriand 



Facsimile No. (41-22) 740.14.35 



Authorized officer: 

Pascal Pirio, 



Telephone No. (41-22l^m:HT^ 




Form PCT/IB/332 (September 1997) 



3265738 



P/K TENT COOPERATION TREA 



» I 



wo 00/10685 
PCT/US99/19153 



From the INTERNATIONAL BUREAU 



PCT 

NOTICE INR3RMING THE APPUCANT OF THE 
COMMUNICATION OF THE INTERNATIONAL 
APPLICATION TO THE DESIGNATED OFRCES 

(PCT Rule 47.1(c), first sentence) 



To: 



BEL2, John, M. 
Leydig, Voit & Mayer, Ltd. 
700 Thirteenth Street, N.W. 
Suite 300 

Washington, DC 20005 
^TATS-UNIS D'AMERIQUE 



Date of mailing (day/month/year) 
02 March 2000 (02.03.00) 


1 O . .f 


Applicant's or agent's file reference 
440130/PALL 


IMPORTANT NOTICE 


International application No. 
PCT/US99/19153 


International filing date (day/month/year) 
24 August 1999 (24.08.99) 


Priority date (day/month/year) 
24 August 1998 (24.08.98) 


Applicant ' ' ' 

PALL CORPORATION et al 



!l°*h?f*ifii^®^®^^i'^-®" that the International Bureau has communicated, as provided in Article 20, the International aoolication 
to the following designated Offices on the date indicated above as the date of mailing of this Notice* aPP"cation 

AU,CN,EP,ILJP,KP,KR,US 



In accordance with Rule 47.1(c), third sentence, those Offices will accept the present Notice as conclusive evidence that 
iTf th.°i;jil^il?J?fn'°? 'nternational application has duly taken place on the date of mailing ?ndiS a b^^^^^ 

of the international application is required to be furnished by the applicant to the designated Office(s). 

2. The following designated Offices have waived the requirement for such a communication at this time: 

AE,AUAM,AP,AT,AZ3A,BB,BG,BR3Y,CA,CH,CR,CU,C2,DE^ 

GM,HR,HUJDJNJS,KE,KaKZ,LaLK,LR,LS,LT,LU,LV,MaMG,MK,MN,MW,MX,NO,NZ,OA,PL PT 
RO,RU,SD SE,SG SI,SK,SLTJ,TMTR,TT,UA,UG,UZ,VN,YU,2A,2^ ' ' ' ' 

Innifn^.nt'Vn ^;j;n^^^^^^^ T.^^^"" Off^^ces onl^ upon th^ir request Furthermore, those Offices do not require the 

applicant to furnish a copy of the international application (Rule 49.1 (a-bis)). require tne 

3. Enclosed with this Notice is a copy of the international application as published by the International Bureau on 
02 March 2000 (02.03.00) under No. WO 00/10685 

REMINDER REGARDING CHAPTER II (Article 31(2)(a) and Rule 54,2) 

date^ a rf^Jm^nrf'^Jfr^^^^^ ^"^"^ ^^^^^ ^""^ some Offices) from the priority 

date, a demand for international preliminary examination must be filed with the competent International Preliminary 
Examining Authority before the expiration of 19 months from the priority date. iniemationai preliminary 

It is the applicant's sole responsibility to monitor the 19-month time limit 

H^h! applicant who is a national or resident of a PCT Contracting State which is bound by Chapter II has the 

right to file a demand for international preliminary examination. u uy unapwr nas ine 

REMINDER REGARDING ENTRY INTO THE NATIONAL PHASE (Article 22 or 39(1)) 

0/30 mo^nlh^^^^^ the international application in the national phase, he must within 20 months 

or 30 months, or later in some Offices, perform the acts referred to therein before each designated or elected Office. 

AnntTtn^S P?T^^^^^ ^I? i'?® limits and acts to be performed for entering the national phase, see the 

Annex to Form PCT/lB/301 (Notification of Receipt of Record Copy) and Volume II of the PCT Appiicanfs Guide. 



The International Bureau of WlPO 
34, (^emin des Colombettes 
1211 Geneva 20, Switzerland 



Facsimile No. (41-22) 740.14.35 



Authorized officer 

J. Zahra 

Telephone No. (41-22) 338.83.38 



Form PCT/IB/308 (July 1996) 



3128441 



PATENT COOPERATION TREATY 

PCX 

INTERNATIONAL PRELIMINARY EXAMINATION REP5^ 
(PCX Article 36 and Rule 70) 




Applicant's or agent's file reference 
440130/PALL 


FOR FURTHER ACTION See Notification of Transmittal of International 

Preliminary Examination Report (Form PCT/IPEA/4 16) 


International application No. 
PCT/US99/19153 


Internationa! filing date (day/month/year) 
24 AUGUST 1999 


Priority date (day 1 monthly ear) 
24 AUGUST 1998 


International Patent Classification (IPC) or national classification and IPC 
IPC(7): BOID 39/20 and US CI.: 419/2 


Applicant 
PALL CORPORATION 



This international preliminary^ examination report has been prepared by this International Preliminan' 
Examinmg Authority and is transmitted to the appHcant according to Article 36. 

This REPORT consists of a total ^ sheets. 

Q This report is also accompanied by ANNEXES, i.e., sheets of the description, claims and/or drawings which have 
been amended and are the basis for this report and/or sheets containing rectifications made before this Authority, 
(see Rule 70.16 and Section 607 Q^e Administrative Instructions under the PCT). 

These annexes consist of a total of ( y sheets. 



3. This report contains indications relating to the following items: 
Basis of the report 
Prioritv' 



I 


[x] 


II 


□ 


III 


□ 


IV 


□ 


V 




VI 


□ 


VII 


□ 


VIII 


□ 



citations and explanations supporting such statement 



Date of submission of the demand 
24 MARCH 2000 



Name and mailing address of the IPEA/US 

Commissioner of Patents and Trademarks 
Bo.x PCT 

Washington, D.C. 20251 

Facsimile No. (703) 305-3230 



Form PCT/IPEA/409 (cover sheet) (July 1998)^ 



Date of completion of this report 
06 NOVEMBER 2000 



Authorized officer 

DANIEL JENKINS 
Telephone No. (703) 306-4157 



Jean rroc"-* 
Paralegal Spcc:..ii.u 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



L Basis of the report 



International application No. 
PCT/US99/19153 



1. With regard to the elements of the international plication:* 
[x] the international application as originally filed 
the description: 



pages 
pages 
pages , 



1-40 
NONE 



NONE 



, as originally filed 

, filed with the demand 



filed with the letter of 



the claims: 

pages 

pages 

pages 

pages 



41-43 



NONE 



NONE 



NONE 



— . as originally filed 

, as amended (together with any statement) under Article 19 
, filed with the demand 



filed with the letter of 



the drawings: 

pages 

pages 

pages 



NONE 



NONE 



, as originally filed 

filed with the demand 



the sequence listing part of the description: 

pages NONE 

pages 

pages 



, filed with the letter of , 



NONE 



, as originally filed 

filed with the demand 



NONE 



filed with the letter of 



2. With regard to the language, all the elements marked above were available or furnished to this Authority in the language in which 
the international application was filed, unless otherwise indicated under this item. 

These elements were available or furnished to this Authorit>' in the following language which is" 

□ 

the language of a translation furnished for the purposes of international search (under Rule 23 1(b)) 

□ 

the language of publication of the international application (under Rule 48.3(b)). 

I I language of the translation furnished for the purposes of international preliminary examination (under Rules 55.2 and/ 
or 55.3). 

3. With regard to any nucleotide and/or amino acid sequence disclosed in the international application, the international 
preliminar\' examination was carried out on the basis of the sequence listing 

□ contained in the international application in printed form. 

I I filed together with the international application in computer readable form. 

I I furnished subsequently to this Authority in written form. 

I I furnished subsequently to this Authority in computer readable form. 

I I The statement that the subsequently furnished written sequence listing does not go beyond the disclosure in the 

' — ' international application as filed has been furnished. 

I I 2en^aiiTi^hed^^ infonnation recorded in computer readable form is identical to the writen sequence listing has 



4 I X| The amendments have resulted in the cancellation of: 

j-2Ll the description, pages "^"^ 

the claims, Nos. none 



the drawings, sheeis/fig "one 



3. Q This report has been drawn as if (some oQ the amendments had not been made, since they have been considered to go 

beyond the disclosure as filed, as indicated in the Supplemental Box (Rule 70.2(c)).** 
* Repkicemem sheets which have been furnished to the receiving Office in response to an invitation under Article 14 are referred to 

in ihis report as "originally filed" and are not annexed to this report since they do not contain amendments (Rules 70 16 

and 70.17). 

**/l/iv replacement sheet containing such amendments must be referred to under item I and annexed to this 



report. 



Form PCT/IPEA/409 (Box 1) (July 1998)^ 



INTERNATIONAL PRELIMINARY EXAMINATION REPORT 



International application No. 
PCT/US99/19153 



V. Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 



1. statement 

Novelty (N) 



Inventive Step (IS) 



Claims 2, 9, 10 



Claims K 3-8. 11 



Claims none 



Claims 1-11 



YES 
NO 

YES 
NO 



Industrial Applicability (lA) 



Claims Ml 
Claims none 



YES 
NO 



2. citations and explanations (Rule 70.7) 

A. Claims 1, 3-8 and 11 lack novelty under PCT Article 33(2) as being anticipated by Nakano et al. '863. 

Nakano el al. '863 discloses a method of making a porous medium, the porous medium made and the mold for forming the 
porous medium comprising: 

providing a slurry to a mold containing a porous substrate; 

pressing the slurry and porous substrate to form an impregnated porous substrate; 
sintering the impregnated porous substrate to form a porous medium. 
Nakano et al. *863 further discloses wherein the die has a upper portion and a lower portion. 

B. Claims 2, 9 and 10 lack an inventive step under PCT Article 33(3) as being obvious over Nakano et al. '863. Nakano 
ei al. '863 discloses the invention substantially as claimed (see A above). However, Nakano et al. does not disclose wherein 
the slurry comprises particles of two nominal sizes. It is common knowledge in the prior an to use powders of two nominal 
sizes in the same field of endeavor for the purpose of controlling porosity in different zones in a sinterd substrate. It would 
have been obvious to one having ordinar>' skill in the art at the time of the invention to use two different powder sizes in the 
slurry of Nakano et al. '863 for the purpose of controlling porosity in the formed medium. 

C. Claims I-l 1 meet the criteria set out in PCT Article 33(4) as a filter media. 



NEW CITATIONS 



NONE 



Form PCT/IPEA/409 (Box V) (July 1998)* 



internSIional search report 



U laticmal Apptlcatlon No 

PCT/US 99/19153 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 7 801039/20 



According to Intemationai Patent Ctas&Tication (IPC) or to both national ctasstfKration and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (dassificaiion system followed by dasstfication symbols) 

IPC 7 BOID 



Oocumentatton searched other than minimum documentation to the extent that such documents are included in ttw fields searched 



Bectronic data base consutted during the intemationaJ searoh (name of data base and, where practical, search tenns used) 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category * Cftation of document, with indicatkin. where appropriate, of the relevant passages 



Relevant to daim No. 



PATENT ABSTRACTS OF JAPAN 

vol. 15, no. 396, 

8 October 1991 (1991-10-08) 

& JP 03 162503 A (ISHIKAWAJIMA), 

12 July 1991 (1991-07-12) 

abstract 

PATENT ABSTRACTS OF JAPAN 

vol. 17, no. 377, 

15 July 1993 (1993-07-15) 

& JP 05 064804 A (SINTOKOGIO) , 

19 March 1993 (1993-03-19) 

abstract 



1-3,6,7. 
11 



1.11 



-/-- 



m 



Further documents are listed in the continuation of box C. 



Patent family members are Bstad in annex. 



' special categories of cited documents : 

A" document defining the general state of the art which is not 
consktered to t)e of parttoitar relevance 

*£' eai1ter<tocumentbutpubtishddonorafterthe bnematlonal 
filing date .. 

*L" document which may throw dot^ on priortty claim<8) or 
which is cited to establish the publication date of another 
citation or other specGiI reason (as spedfied) 

'O' document refentng to an oral dlsclosuFe. use. exhbttionor 
other means 

"P* document pubashed prior to the intemationa] Wng date but 
later than the priority date claimed 



*T* later document published after the intemationa! filing date 
or priority date and not in confQct with the appUcation but 
cited to understand the prirv:ipte or theory undertying the 
Invention 

*X* document of particular ralevance; the claimed invention 
cannot be considered novel or cannot be considered to 
involve an inverrtiva step whan ttie document is taken alone 

"V document of paitieutar relevance: the claimed invention 

cannot t>e considered to involve an inventive st^ when the 
Counters is combined with one or more other such docu- 
ments, such combination being obvious to a person skiHad 
inthsart 

*&' document member of the same patent fanrufy 



Date of the actual completion of the tmerrtational search 



3 February 2000 



Date of mailing of the intematimtal search report 



10/02/2000 



Name and maBing address of the ISA 

European Patent Office. P.a 5818 Patentlaan 2 
f«.-2280HVR[}sw{pc 
TeL (+31-70) 340-2040. Tx. 31 651 epo nl. 
Fax: (431-70) 340^16 



Authorized office 



Bertram, H 
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